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In the Claims: 

1 . (currently amended) Adhosivo An adhesive for medical patches or for transdermal 
therapeutic systems, said adhesive having a tackiness which is activated and/or 
increased by contact with moisture or by absorption of moisture, [[and]] said adhesive 
hning Qhriract e ri?: e d in that it contains a comprising at least one component 
combination of at l e ast two components, Qaid componont(s) b e ing selected from the 
group comprising consisting of (a) polyvinyl alcohols, (b) cellulose derivatives, (c) 
polyethers, (d) acid anhydrides and their including acids and salts of acid anhvdrides? 
as w e ll as and (e) non-pressure-sensitive polyacrylates, wherein at least two 
components diff e ring differ from each other in terms of th e ir bv each being m e mb e rs a 
member of the class e s a different class (a) to (e); and wherein that th e said adhesive 
poss e sses at least one of the f e atures indicated in th e following: 

i) it contains at least one [[a]] film-forming polymer from the group of [[the]] 

non-pressure-sensitive polyacrylates as compon e nt ( e ); 

ii) it contains and at least one or mor e organic [[acids]] acid. 

2. (currently amended) Adh e siv e The adhesive according to claim 1, characterized in 
that it wherein said adhesive contains at least one acid anhydride group-containing 
polymer or copolyme r, preferably from the group of the acid anhydride group 
containing poly e thers, as acid anhydride . 

3. (currently amended) Adh e siv e The adhesive according to claim [[1 or]] 2, 
charact e rized in that it contains a salt form or an acid form of wherein said at least 
one acid anhydride group-containing polymer or copolymer is in a form selected from 
the group consisting of a salt form and an acid form . 

4. (currently amended) Adhesiv e The adhesive according to any on e of claims 1 to 3, 
oharaot e rizod in that it claim L wherein said adhesive contains at least one or mor e 
polymers polymer from the class of the polyvinyl alkyl ethers , the allcyl group 
pr e f e rably containing and contains 1-20 C atoms. 

5. (currently amended) Adhesiv e The adhesive according to claim 4, charact e rized in 
that it wherein said adhesive contains at least one or mor e polym e rs polymer selected 
from the group comprising consisting of polyvinyl methyl ether, polyvinyl ethyl ether, 
polyvinyl isobutyl ether and polyvinyl cyclohexyl ether. 

6. (currently amended) Adhesiv e The adhesive according to any one of claims 1 to 5, 
characterized in that it claim 1, wherein said adhesive contains at least one or mor e 
polymers polymer selected from the group of the polyvinyl alkyl ether copolymers^ 
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proforably copolymers containing a carboxylic acid anhydride as comonomerT-wi^ 
particular profer e nco a copolymor of mothyl vinyl oth e r and maleic acid anhydride . 

7. (currently amended) Adh e siv e The adhesive according to any one of claims 1 to 6, 
charact e riz e d in that it claim h wherein said adhesive contains at least one or mor e 
polyvinyl alcohol(s) alcohol . 

8. (currently amended) Adhesiv e The adhesive according to any on e of claims 1 to 7, 
choractorizod in that it claim 7. wherein said adhesive further contains polyvinyl 
alcohol(s) and at least one polymethyl vinyl ether-polymaleic acid anhydride 
copolymer, the polyvinyl alcohol portion amounting to 1-80%-wt. , pr e f e rably 5 55% 
wt77 relative to the sum of [[these]] said two polymer components. 

9. (currently amended) Adh e siv e The adhesive according to any one of claims 1 to 8, 
oharact e rizod in that it claim 1, wherein said adhesive contains at least one cellulose 
derivative , pr e f e rably selected from the group comprising consisting of hvdroxvpropyl 
methyl cellulose, hydroxypropyl cellulose, sodium carboxymethyl cellulose, methyl 
cellulose, hydroxyethyl cellulose and hydroxypropyl ethyl cellulose. 

10. (currently amended) Adh e sive The adhesive according to any ono of claims 1 to 9, 
oharact e rizod in that it claim K wherein said adhesive contains at least one component 
selected from the group comprising consisting of polwinyl pyrrolidones, gelatine, 
starch and starch derivatives. 

1 1 . (currently amended) Adhesiv e The adhesive according to ono or more of th e 
preceding claims, oharact e rizod in that it claim K wherein said adhesive additionally 
contains at least one or mor e pressure-sensitive adhesive polymers pr e f e rably polvmer 
selected from the group comprising consisting of polyacrylates, polyisobutylenes, 
polyisoprenes, silicone adhesives and hot melt pressure-sensitive adhesives, and th e 
portion of the wherein the portion of said moistiu-e-activatable, non-pressure-sensitive 
adhesive components pr e ferably b e ing is 40-60%- wt. 

12. (currently amended) Adhesive The adhesive according to any one of tho proooding 
claims, characteriz e d in that it claim L wherein said adhesive contains at least one 
film-forming polymer selected from the group of the polyacrylates and at least one 
polymethyl vinyl ether-polymaleic acid anhydride copolymer, the polyacrylate portion 
being 25-95%-w t, proforably 50 80% wt., relative to the sum of [[these]] said polymer 
components. 

13. (currently amended) Adh e sive The adhesive according to ono or moro of th e 
pr e c e ding claims, oharact e rizod in that tho claim L wherein said at least one organic 
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[[acid(s)]] acid is is/ar e selected from the group compriGing consisting of saturated 
alkanoic monocarboxylic acids, saturated alkanoic dicarboxylic acids and 
hydroxyalkanoic acids. 

14. (currently amended) Adheoiv e The adhesive according to ono or more of th e 
procoding claims, ohoraoteriz e d in that it claim 1. wherein said adhesive contains a 
cellulose derivativ e, preferably sodium carboxymothyl oelluloGo, og woU as and an 
organic aci d, preferably a oorboxylic acid . 

15. (currently amended) Medical A medical patch or transdermal therapeutic system? 
charact e rized in that it is provided with comprising at least one moisture-activatable 
adhesive matrix layer which contains comprising an adhesive according to any on e of 
claims 1 to 1^ claim 1 . 

16. (currently amended) Transd e rm al The transdermal therapeutic system according to 
claim 15, charactorizod in that the wherein said matrix layer contains at least one 
active substance. 

17. (currently amended) Transdermal The transdermal therapeutic system according to 
claim 16 , charactorizod in that th e and further comprising an overl ving patch for 
connecting said active substance-containing matrix layer is conn e cted with an 
ov e rlying patch , [[the]] said overlying patch preferably being provided with 
comprising a pressure-sensitive adhesive polymer layer. 

18. (currently amended) The use of an adhesive according to any ono of claims 1 to 11 
claim 1 for the manufacture of a product selected from the group consisting of a 
medicinal patch [[or of]] and a transdermal therapeutic system. 

19. (new) The adhesive according to claim 2, wherein said at least one acid anhydride 
group-containing polymer or copolymer is an acid anhydride group-containing 
polyether. 

20. (new) The adhesive according to claim 19, wherein said acid anhydride group- 
containing polyether is acid anhydride. 

21 . (new) The adhesive according to claim 6, wherein said at least one polymer is 
selected from the group consisting of a copolymer of methyl vinyl ether and maleic 
acid anhydride. 

22. (new) The adhesive according to claim 8, wherein said polyvinyl alcohol portion is 
amoimts to 5-55% - wt. relative to the sirni of said polymer components. 

23. (new) The adhesive according to claim 12, wherein said polyacrylate portion of 
said adhesive is 50-80% - wt. relative to the sum of said polymer components. 



24. (new) The adhesive according to claim 14, wherein said cellulose derivative is 
sodium carboxymethyl cellulose and said organic acid is a carboxylic acid. 



